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1. gg This is a FIRST submission of items concerning a filing under 35 U.S.C. §371. 

2. U This is a SECOND or SUBSEQUENT submission of items concerning a filing 

under 35 U.S.C. §371. 

3. M This is an express request to begin national examination procedures (35 U.S.C. 

§371[f|) at any time rather than delay. 

4. Q3 A proper Demand for International Preliminary Examination (IPE) was made to 

the appropriate Authority (IPEA) within the time period required. 



5. M A copy of the International Application as filed (35 U.S.C. §371[c][2]) - 

a. is transmitted herewith (required when not transmitted by International 
Bureau). see WIP 

b. □ has been transmitted by the International Bureau. ee 99 / 406 5 S^*^ 

c. □ is not required, as the application was filed in the United States Receiving 

Office (RO/US). 

6. fig A (verified) translation of the International Application into the English language 

is enclosed, [the copy of the international application 

IS IN ENGLISH . ] 

7. □ Amendments to the (specification and) claims of the International Application 

under PCT Article 19 (35 U.S.C. 371[c][3]) 

a. □ are transmitted herewith (required if not transmitted by the International 
Bureau). 

b. □ have been transmitted by the International Bureau. 

c. □ have not been made; however, the time limit for making such amendments 

has NOT expired. 

d. □ have not been made and will not be made. 

e. □ will be submitted with the appropriate surcharge. 

8. [J A translation of the amendments to the claims (and/or the specification) under 

PCT Article 19 (35 U.S.C. §371[c][3]) is enclosed or will be submitted with the 
appropriate surcharge. 
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9. [X] An oath or declaration/power of attorney of the inventor(s) (35 U S C 
§371[c][4]) will follow . 

[ 3 and is attached to the translation of (or a copy of) the International 

Application. 
[ ] and is attached to the substitute specification. 



10. Dd A translation of at least the Annexes to the IPE Report under PCT Article 36 (35 

U.S.C. §371[c][5]) is enclosed. 

Items 11. to 16. below concern other documents) or information included: 

11. [ ] An Information Disclosure Statement under 37 CFR 1.97 and 1.98 is enclosed. 

12. fed An Assignment for recording and a separate cover sheet in compliance 

with 37 CFR 3.28 and 3.31 will follow . 

13. KI A FIRST preliminary amendment is enclosed. 

A SECOND or SUBSEQUENT preliminary amendment is enclosed. 

14. [ ] A substitute specification (including claims, abstract, drawing) is enclosed. 

15. [ ] A change of power of attorney and/or address letter is enclosed. 

16. [X] Other items of information: 

G8 This application is. being filed pursuant to 37 CFR 1.494(c) or 
1.495(c), and any missing parts will be filed before expiration of- 

□ 22 months from the priority date under 37 CFR 
1.494(c), or 

[3] 32 months from the priority date under 37 CFR 
1.495(c). 

KI The undersigned attorney is authorized by the International applicant and 
by the inventors to enter the National Phase pursuant to 37 CFR 1 .494(c) 
or 1.495(c). 

The following additional information relates to the International Application: 
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HI Receiving Office: EPO 

W IPEA (if filing under 37 CFR 1 .495): EPO 

W Priority Claim($) (35 USC 55 1 19, 365): 

European Appln. 98 101 902.9 filed -February 04, 1998- . 
GO A copy of the International Search Report is 

U enclosed. 

£xl attached to the copy of the Internationa] 
Application. 

123 A copy of the Receiving Office Request Form is enclosed. 



[X] Form PCT/IB/308 (1) Sheet 

[X] Amended Sheet of Claims attached to 
Form PCT/IPEA/409 and Copy of English 
International Application. 



The fee calculation is set forth on the next page of this Transmittal Letter. 
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FEE CALCULATION SHEET 

(X) A check in payment of the filing fee, calculated as follows, is attached (37 CFR 
1.492). 

Basic Fee $ 84 0.00 

Total Number of claims in 

excess of (20) times $18 -0- 

Number of independent claims 

in excess of (3) times $78 -0- 

Fee for multiple dependent 

claims $260 -0- 

TOTAL FILING FEE... $ 840.00 
Kindly send us the official filing receipt. 

The Commissioner is hereby authorized to charge any additional fees which may 
be required or to credit any overpayment to Deposit Account No. 03-2775. This is a 
"general authorization" under 37 CFR 1.25(b), except that no automatic debit of the issue 
upon allowance is authorized. An additional copy of this page is attached. 

Respectfully submitted, 



By (J^*oUrt "7^ ■ fh^c^<-~ 



CHRISTINE M. HANSEN 
Reg. No. 40,634 

CONNOLLY BOVE LODGE & HUTZ LLP 

1220 Market Street 

P.O. Box 2207 

Wilmington, Delaware 19899 
CMH/ jm (7266*40) Tel. (302) 658-9141 

Enclosures 

F:\docs\fori\40975 = F:\docs\patn\56657.doc 
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IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

WILLI KREUDER ET AL : 

SERIAL NOJ I ART UNIT: 

FILED: -HEREWITH- . EXAMINER: 

FOR: "USE OF SPIRO COMPOUNDS s 
AS LASER DYES" . 



Assistant Commissioner 

for Patents 
Washington, D.C. 20231 

"Express Mail" No.: EK843059901 Date: - AUGUST 02, 2000 - 

I hereby certify that this paper or fee is being 
deposited with the United States Postal Service "Express Mail 
Post Office to Addressee" service under 37 CFR 1.10 on the 
date indicated above and is addressed to the Assistant 
Commissioner of Patents, Washington, D.C. 20231 

- Jean Marshall - QOl^^ .^fcWLAtihJjl s 

(Typed or printed name) of " (Signature of person 

person mailing paper or fee) mailing paper or fee) 

PRELIMINARY AMENDMENT 

Sir: 

Prior to the determination of the filing fee and any action 
on the merits of the accompanying new patent application, kindly 
amend the application as follows: 
In the Claims : 

Claim 3, delete "and/or 2" : 



1 



1998/F-009 



Claim 4, line 1, change "one or more of claims 1 to 
3 M to read -- claim 1 

REMARKS 

Claims 3 and 4 have been amended to refer to only 
one preceding claim. Each of the dependent claims, as 
amended, now depends on only one preceding claim. 
Therefore no additional fee is required for multiple 
dependency . 

Prompt, favorable action is solicited. 



Respectfully submitted , 



CONNOLLY BOVE LODGE & HUTZ LLP 




CHRISTINE M. HANSEN 
Reg. No. 40,634 
P.O. Box 2207 

Wilmington, Delaware 19899 
(302) 888-6432 
Attorney for Applicants 



CMH/jm 
(7266*40) 
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Description 

USE OF SPIRO COMPOUNDS AS LASER DYES 

Narrow band width emission of organic dyes in dilute solution is a well known 
phenomena with so called laser dyes, [for an overview see for example: R.Raue, 
Laser Dyes, in Ullmann's Encyclopedia of Industrial Chemistry, 5. Ed.] In such an 
arrangement the dye laser employs a dilute solution of a fluorescent dye. The dye 
solution is contained in a thin-walled quartz cell, which forms part of a closed 
system, through which the solution is circulated while the laser is in operation. The 
active medium may also take the form of a liquid stream, emitted from a jet, that 
crosses the laser cavity perpendicular to the optical axis. Excitation of the dye is 
achieved by means of so-caiied optical pumping, using a source of energy such as a 
flash lamp ; the dye laser can also be stimulated by a gas laser, such as a nitrogen, 
argon, or krypton laser. The excimer {i.e., excited dimer) laser is frequently used as 
pumping light source, particularly the xenon chloride or krypton fluoride laser. Laser 
dyes include a large number of long-known fluorescent compounds, other 
representatives are optical brighteners and fluorescent dyes. In this case, only 
solutions of the common laser dyes in a suitable solvent can be used. 

Therefore there are many attempts to prepare solid state devices with organic 
emitters. In that case, solid solutions of organic dyes in a suitable solid matrix, have 
been applied. 

For example using sol-gel processes with organically modified silicates or optically 
transparent polymers as matrix have been applied [ W.Hu, et al. Appl.Opt. 36 (1997) 
579; R.Reisfeld, Proc.SPlE-intSoc.Opt.Eng. 2288 (1994) 563; S.E.Friberg, et al. 
J.Mater.SynthProcess. 2 (1994) 29; C.Whitehurst, et al. Proc.SPIE-intSoc.Opt.Eng. 
1328 (1990)183]. 

But in all cases only low concentrations of the laser dye in the matrix can be applied 
due to quenching processes at higher concentrations. Another problem is the limited 
photo stability of most of the applied laser dyes. 
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Very recently, conjugated polymers have been described as a new class of solid- 
state laser materials. In this case the lasing is evidenced by a dramatic collapse of 
the emission line width to as little as 7 nm. [ M.A. Diaz-Garua, et al. Synth. Met. 84 
(1997) 455; N.Tessler, Synth.Met. 84 (1997) 475; S.V.Frolov, et al. Synth.Met 84 
(1997) 471, 473.] 

More recently, vacuum deposited thin films of tris-(8-hydroxyquinoline)aluminium 
(Alq 3 ) doped with 2.5 % of a DCM laser dye have been described to show laser 
action [V.G.Kozlov, et al. Nature 389 (1997) 362]. Using cascade energy transfer to 
obtain stimulated emission, low molecular host guest systems containing a 
combination of low concentrations of different laser dyes (of the order of 1%) in a 2- 
(4-biphenylyl)-5-(4-f-butylphenyi)-1,3 t 4-oxadiazole (PBD) host has been described 
[M. Berggren, et al. Nature 389 (1997) 466]; in this paper also the amplifying 
characteristics of a neat PBD film has been described. 

But the low molecular weight systems described suffer from the low (thermal and) 
morphologic stability, which is required for a stable emission over time. 

Surprisingly, it was found that a special class of low molecular organic compounds 
based on spiro compounds are exceptionally well qualified as active materials in 
organic solid state light sources with narrow band width emission. Both, in the neat 
state as well as acting as an host in combination with small amounts of laser dyes. 
Narrow band width emissions means that the free width at half maximum (FWHM) is 
equal or below 10 nm. 
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The invention accordingly provides for the use of spiro compounds of the formula (I) 



(l) 



where 

5 K 1 and K 2 are, independently of one another, conjugated systems, as laser dyes. 

Compounds of the formula (I) are readily soluble in customary organic solvents, 
have improved film-forming properties and have a significantly reduced tendency to 
crystallize. This makes the production of organic laser devices easier and increases 
io their service life. 

Preferred compounds of the formula (I) are 9,9-spiro-bifluorene derivatives of the 
formula (II), 

6 5 * 3 

(N) 




15 where the benzo groups can be substituted and/or fused independently of one 
another. 



Particular preference is given to spirobifluorene derivatives of the formula (III) 
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where the symbols and indices have the following meanings: 



K a , L, M t N a are identical or different and are 
R 




5 R can be identical or different an each appearance and have the same 

meanings as K a , L, M, N a or is H, a linear or branched alkyl, alkoxy or ester 
group having from 1 to 22, preferably from 1 to 15, particularly preferably from 
1 to 22, carbon atoms, -CN t -N0 2) -NR 2 R 3 , -Ar- or -O-Ar; 

io Ar is phenyl, biphenyl, 1-naphthyl, 2-naphthyl, 2-thienyl, 2-furyl, with each of 
these groups being able to bear one or two radicals R, 
m, n, pareO, 1,2 or 3; 

X, Y are identical or different and are CR or nitrogen; 
Z is -O-, -S- -NR 1 - -CR 1 R 4 -, -CH=CH-, -CH=N-; 
15 R\ R 4 can be identical or different and have the same meanings as R; 

R 2 , R 3 are identical or different and are H, a linear or branched alkyl group having 
from 1 to 22 carbon atoms, -Ar, 3-methylphenyl. 
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Preferred compounds of the formula (HI) are those of the formulae (Ilia) - (lllg) 
Ilia) K* = L = M = N a and is selected from the group consisting of: 




i' 
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lllc) K 8 = M and is selected from the group consisting of: 



5 





N 



and N 8 = L and ?s selected from the group consisting of: 
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1 1 Id) K" = M and is selected from the group consisting of: 





'/ w 




^ // 




and N a = L and is selected from the group consisting of: 



R — N 



R = Alkyi, C 2 H 4 S0 3 ' 



llle) K a = L = H and M = N 8 and is selected from the group consisting of: 




// \\ 





t-Bu 




r 



c 3 



IKK 
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lllg) K a = L and is selected from the group consisting of: 




and M = N a and is selected from the group consisting of: 




R=Aikyi ( C 2H4SO3 



Particularly preferred compounds of the formula (111) are those of the formulae (lllaa) 
to (Hldb): 

(lllaa) K* = L = M = N a and is selected from the group consisting of: 




(lllba) K a = M = H and N a = L and is selected from the group consisting of: 
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(Illca) K a = M and is selected from the group consisting of: 




N 



and N* = L and is: 




(lllda) K a = M and is selected from the group consisting of: 




10 and N a = L and is: 



i 

O 



(illab) K* = L = M = N a and rs selected from the group consisting of: 
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(lllcb) K* = L and is selected from the group consisting of: 




N 



and M = N a and is: 




(llldb) K* = L and is selected from the group consisting of: 




and M = N B and is: 
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Very particularly preferred spiro compounds are those of the formula (IV) 

R 5 

Ni 
M- 

R s 

where the symbols have the following meanings: 

K a , L, M, N a , R 5 , R 6 , are identical of different and are one of the groups G1 to G14: 





(IV) 
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and R 5 , R 6 can also be identical or different and be hydrogen or a linear of branched 
aikyi, alkyioxy or ester group having from 1 to 22 carbon atoms, -CN or - 
NO 2 . 

Also particularly preferred are spiro-spiro-compounds as disclosed in German patent 
application „Sptroverbindungen und deren Verwendung w of February 4, 1998 
(applicant Hoechst Research & Technology Deutschland GmbH & Co. KG) which is 
hereby incorporated by reference. 

The spiro compounds used according to the invention are prepared by methods 
which are known per se in the literature, as are described in standard works on 
organic synthesis, e.g. Houben-Weyl, Methoden der Organischen Chemie [methods 
of organic chemistry], Georg-Thieme-Verlag, Stuttgart and in the appropriate 
volumes of the series JThe Chemistry of Heterocyclic Compounds,, by A. 
Weissberger and E.C. Taylor (editors). 

The preparation is here carried out under reaction conditions which are known and 
suitable for said reactions. Use can also be made of variants which are known per 
se and are not mentioned in more detail here. 

Compounds of the formula (HI) are obtained, for example, starting form 9,9- 
spirobifluorene whose synthesis is described, for example, by R.G. Clarkson, M. 
Gomberg, J. Am. Chem. Soc. 52 (1930) 2881. 

The compounds of the formula (Ilia) can be prepared, for example, starting with a 
tetrahalogenation of the 9,9'-spirobifluorene in the 2,2\7,7 f positions an a 
subsequent substitution reaction (see, for example, US 5,026,894) or via a 
tetraacetylation of the g^'-spirobifluorene in the 2,2' ,7,7' positions with subsequent 
C-C linkage after conversion of the acetyl groups into aldehyde groups or 
heterocycle formation after conversion of the acetyl groups into carboxylic acid 
groups. 
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The compounds of the formula (lllb) can be prepared, for example, by a similar 
method to those of the formula Ilia, with the stoichiometric ratios in the reaction 
being selected in such a way that the 2,2" or 7,7* positions are functionaiized (see, 
for example, J. H. Weisburger, E. K. Weisburger, F. E. Ray, J. Am. Chem. Soc. 72 
(1959) 4253; F. K. Sutcliffe, H. M. Shahidi, D. Paterson, J. Soc. Dyers Colour 94 
(1 978) 306 and G. Haas, V. Prelog, Helv. Chim. Acta 52 (1 069) 1202). 

The compounds of the formula (HIc) can be prepared, for example, by dibromination 
in the 2,2' positions and subsequent diacetylation in the 7,7* positions of the 9,9'- 
spirobifluorene and subsequent reaction by a similar method to that for the 
compounds Ilia. 

Compounds of the formulae (llle) - (lllg) can be prepared, for example, by selection 
of suitably substituted starting compounds in the buildup of the spirobifluorene, e.g. 
2,7-dibromospirob'rfluorene can be built up from 2,7-dibromofluorenone and 2,7- 
dicarbethoxy-9,9-spirobifluorene by use of 2,7-dicarbethoxyfluorenone. The free 2',7' 
positions of the spirobifluorene can then be independently further substituted. 

For the synthesis of the groups K a , L, M, N a , reference may be made, for example, to 
DE-A 23 44 732, 24 50 088, 24 29 093, 25 02 904, 26 36 684, 27 01 591 and 27 52 
975 for compounds having 1 ,4-phenylene groups; DE-A 26 41 724 for compounds 
having pyrimidine-2,5-diyl groups; DE-A 40 26 223 and EP-A 0 391 203 for 
compounds having pyridine-2,5-diyl groups; DE-A 32 31 462 for compounds having 
pyridazine-3,6-diyl groups; N. Miyaura, T. Yanagi and A. Suzuki in Synthetic 
Communications 11 (1981) 513 to 519, De-A 3,930,663, M. J. Sharp, W. Cheng, V. 
Snieckus in Tetrahedron Letters 28 (1987), 5093; G. W. Gray in J. Chem. Soc. 
Perkin Trans II (1989) 2041 and Mol. Cryst. Liq. Cryst. 172 (1989) 165, Mol. Cryst. 
Liq. Cryst 204 (1991) 43 and 91; EP-A 0,449,015; WO 89/12039; WO 89/03821; 
EP-A 0,354,434 for the direct linking of aromatics and heteroaromatics. 

The preparation of disubstituted pyridines, disubstituted pyrazines, disubstituted 
pyrimidines and disubstituted pyridazines is given, for example, in the appropriate 
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volumes of the series „The Chemistry of Heterocyclic Compounds,, by A. 
Weissberger and E. C. Taylor (editors). 

The excitation of the above described active narrow band width emitting material can 
be achieved by optical excitation with an intense light source like a laser (or a flash 
light) as described and demonstrated in the examples included. 

The excitation can also be achieved by electrically pumping in an organic light 
emitting diode thereby using a special device structure. 

A second item of this patent is therefore an electrically pumped device structure for 
an organic light emitting diode, using the above mentioned emitting materials. An 
organic laser device of the invention comprises, in order, a substrate, a bottom 
electrode layer, an organic layer structure comprising at least one spiro compound of 
the formula I, and a top electrode layer within a laser cavity. 

Substrate is made from glass, quartz glass, ceramic, a polymer, such as polyimide, 
polyester, polyethylene terephthalate, polycarbonate, polyethylene, polyvinyl 
chloride, or a single crystal semiconductor selected from the group consisting of 
either undoped, lightly doped, or heavily doped Si, Ge r GaAs, GaP, GaN, GaSb, 
InAs, InP, inSb, and A^Ga^xAs where x is from 0 to 1. 

The organic laser device can be viewed as a diode which is forward biased when the 
anode is at a higher potential than the cathode. Under these conditions, bottom 
electrode layer acts as an anode for hole (positive charge carrier) injection when this 
bottom electrode is preferably made from a high work function material selected, 
e.g., from nickel, gold, platinum, palladium, selenium, iridium or an alloy of any 
combination thereof, tin oxide, indium tin oxide (ITO) or copper iodide, also, an 
electroconductive polymer such as poly (3-methylthiophene), polyphenylene sulfide or 
polyaniline (PANI) or poly-3,4-ethylene dioxythic ohene (PEDOT). These materials 
can be used independently or by layering two or more materials such as by film 
coating PANI or PEDOT on ITO. 
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On the other hand, top electrode layer can act as a cathode for electron injection 
when this top electrode is made from a low work function material, preferably a 
metal or metal alloy, especially selected from, e.g., lithium, aluminum, beryllium, 
magnesium, calcium, strontium, barium, lanthanum, hafnium, indium, bismuthium, cer, 
praseodymium, neodymium, samarium, europium, gadolinium, terbium, dysprosium, 
holmium, erbium, thulium, ytterbium, and iutetium or an alloy of any combination 
thereof or an alloy of one of this metals with another metaL 

The laser cavity provides a feedback mechanism to allow one frequency mode for 
resonance and it is made by external grating, or distributed feedback, or distributed 
Bragg reflector 

Examples 

A. Starting compounds 

a) Synthesis of 9,9-spirobifluorene 

6.3 g of magnesium turnings and 50 mg of anthracene are initially placed in 
120 ml of dry diethyl ether under argon in a 1 I three-necked flask fitted with 
reflux condenser and the magnesium is activated for 15 minutes using 
ultrasound. 

62 g of 2-bromobiphenyi are dissolved in 60 ml of dry diethyl ether. About 10 
ml of this solution are added to the initially charged magnesium to initiate the 
Grignard reaction. 

After the reaction starts, the 2-bromobiphynyi solution is added dropwise with 
a further ultrasound treatment in such a way that the solution gently boils 
unc jer reflux. After the addition is complete, the reaction mixture is boiled 
under reflux for a further hour with ultrasound. 

48.8 g of 9-fluorenone are dissolved in 400 mi of dry diethyl ether and, with 
further ultrasound treatment, are added dropwise to the Grignard solution. 
After the addition is complete, the mixture is boiled for a further 2 hours. The 



99/40655 



PCT7EP99/00441 



17 

yellow magnesium complex of 9-(2-biphenyl)-9-fluorenol precipitated after 
cooling the reaction mixture is filtered off with suction and washed with a little 
ether. The magnesium complex is hydrolyzed in 800 ml of ice water 
containing 40 g of ammonium chloride. After stirring for 60 minutes, the 9-(2- 
bipheny!)-9-fiuorenol formed is filtered off with suction, washed with water and 
sucked dry. 

The dried 8-(2-biphenyl)-9-fluorenol is the dissolved in 500 ml of hot glacial 
acetic acid. 0.5 ml of concentrated hydrochloric acid is added to this solution. 
The solution is allowed to boil for a few minutes and the 9,9-spirobifluorene 
formed is precipitated from the hot solution using water (water added until the 
solution starts to become turbid). After cooling, the product is filtered off with 
suction and washed with water. The dried product is further purified by 
recrystallization from ethanol. This gives 66 g (80 %, based on 
2-bromobtphenyl) of 9,9-spirobtfluorene as colorless crystals, m.p. 198°C. 

2,2-Dibromo-9,9-spirobifluorene 

(F. K. Sutcliffe, H. M. Shahidi, D. Patterson, J. Soc. Dyers Colour 94 (1978) 
306) 

3.26 g (10.3 mmoi) of 9,9-spirobifiuorene are dissolved in 30 ml of methylene 
chloride and admixed with 5 mg of FeCl 3 (anhydrous) as catalyst. The 
reaction flask is protected from light. 1 .12 ml (21 .8 mmol) of bromine in 5 ml of 
methylene chloride are added dropwise over a period of 30 minutes while 
stirring. After 24 hours, the resulting brown solution is washed with saturated 
aqueous NaHC0 3 solution and water to remove excess bromine. The organic 
phase is, after drying over Na 2 S0 4 , evaporated on a rotary evaporator. The 
white residue is recrystallized from methanol, giving 3.45 g (70 %) of the 
dibromo compound as colorless crystals, m.p. 240°C. 
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2 t 2\7,7'-Tetrabromo-9 1 9'-spirobifIuorene 

80 mg (0.5 mmol) of anhydrous FeCl 3 are added to a solution of 3.16 g (10.0 
mmol) of 9,9-spriobifluorene in 30 ml of methylene chloride, and 2.1 ml (41 
mmol) of bromine in 5 ml of methylene chloride are added dropwise over a 
period of 10 minutes. The solution is refluxed for 6 hours. On cooling, the 
product precipitates. The precipitate is filtered off with suction and washed 
with a little cold methylene chloride. After drying, 6.0 g (95 %) of the 
tetrabromo compound are obtained as a white solid. 

2-Bromo-9,9-spirobifluorene and 2 ? 2 , 7-tribromo-9,9 ) -spirobifiuorene can be 
prepared in a similar manner using different stoichiometry. 

9,9'-Spirobifluorene ^^-dicarboxyiic acid from 2,2 , -dibromo-9,9'- 
spirobifiuorene via 2 ? 2-dicyano-9 T 9-spirobifluorene 

1.19 g of 2,2'-dibromo-9,9 , -spirobifluorene and 0.54 g of CuCN are heated 
under reflux in 5 ml of DMF for 6 hours. The brown mixture obtained is poured 
into a mixture of 3 g of FeCl 3 (hydrated) and 1 ,5 ml of concentrated 
hydrochloric acid in 20 ml of water. The mixture is maintained at from 60 to 
70°C for 30 minutes, to destroy the Cu complex. The hot aqueous solution is 
extracted twice with toluene. The organic phases are then washed with dilute 
hydrochloric acid, water and 10 % strength aqueous NaOH. The organic 
phase is filtered and evaporated. The yellow residue obtained is recrystailized 
from methanol. This gives 0.72 g (80 %) of 2 1 2 , -dicyano-9,9'-spirobifiuorene 
as paie yellow crystals (melting range from 215 to 245°C). 

3 g of 2 t 2'-dicyano-9,9 T -spirobifluorene are heated under reflux with 25 mf of 
30 % strength aqueous NaOH and 30 mi of ethanol for 6 hours. The disodium 
salt of the spirobifluorenedicarboxylic acid is precipitated as a yellow solid 
which is filtered of and heated in 25 % strength aqueous HCI to obtain the 
free acid. The spirobifluorene dicarboxylic acid is recrystailized form glacial 
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acetic acid. This gives 2.2 g (66.6 %) of white crystals (m.p. 376°C, !R bands 
1685 cnr 1 C=0), 

g^'-Spirobifiuorene-^'JJ'-tetracarboxyiic acid can be prepared in a similar 
manner form 2,2 , ,7,7 , -tetrabromo-9,9 , -spirobifluorene. 

g^'-Spirobifluorene^^'-dicarbonxyiic Acid from 9,9-spirobifluorene via 2 t 2'- 
diacetyl-9,9'-spirobifluorene 

(G, Haas, V. Prelog, Heiv. Chim. Acta 52 (1969) 1202; V. Prelog, D. 
Bedekovic, Helv. Chim. Acta 62 (1979) 2285) 

A solution of 3.17 g of 9,9-spirobifluorene in 30 ml of absolute carbon 
disulfide is, after addition of 9.0 g of finely powdered, anhydrous AlCI 3 , 
admixed dropwise over a period of 10 minutes while stirring with 1 .58 g of 
acetyl chloride in 5 ml of absolute carbon disulfide and is boiled under reflux 
for 1 hour. The mixture is evaporated to dryness under reduced pressure and 
is admixed at 0°C with 100 g of ice and 50 ml of 2N hydrochloric acid. After a 
conventional workup, the crude product is separated chromatographically 
over silica gei using benzene/ethyl acetate (10:1). This gives 3.62 g (89 %) of 
2,2 , ~diacetyl-9,9 , -spirobifluorene (recrystallized from chloroform/ethyl acetate, 
m.p. from 255 to 257°C) and 204 mg of 2-acetyl~9 t 9 -spirobtfluorene 
(recrystallized from chloroform/benzene, m.p. 225°C). [In addition, the 
chromatography also enables the 2 t 2\7-triacetyl-9,9 , -spirobifluorene (m.p. 
from 258 to 260°C) and 2 1 2 , f 7,7 , -tetraacetyl-9,9 , -spirobifluorene (m.p. >300°C) 
to be isolated, recrystallized from ethyl acetate/hexane]. 
2,2\7-Triacetyi- and 2,2 , ,7,7 , -tetraacetyl-9,9 , -spirobifluorene can be obtained 
as main product using a different stoichiometry. 
First 7.2 g of bromine and then a solution of 3.0 g of 2,2 , -diacetyl-9 T 9'- 
spirobifluorene in a little dioxane are added dropwise at 0°C while stirring to a 
solution of 6.0 g of sodium hydroxide in 30 ml of water. After stirring for a 
further hour at room temperature, the clear yellow solution is admixed with 1 g 
of sodium hydrogen sulfite dissolved in 20 ml of water. After acidification with 
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concentrated hydrochloric acid, the precipitated colorless product is filtered off 
and washed with a little water. Recrystallization with ethanoi gives 9,9- 
spirobifluorne-2,2'<iicarboxyIic acid as clear prisms (m.p. 352°C). 

9 J 9 l -Spirobifluorene-2-carboxylic acid, 9,9 , -spirobifluorene-2,2 , 1 7 , -tricarboxyiic 
acid and g.ff-spirobifluorene^^'JJ'-tetracarboxylic acid can be prepared in 
a similar manner. 

g) 2 1 2 , -Bis(bromomethyl)-9 1 9 , -spirobifluorene from 2,2 , -dicarboxy-9,9- 
spirobifluorene via 9 t 9 , -spirobifluorene-2,2 , -dimethanoI 
(V. Prelog, D. Bedekovic, Helv. Chim. Acta 62 (1979) 2285) 

At room temperature, 10 g of a 70% strength by weight solution of sodium 
dihydrobis(2-methoxyethoxy)aluminate (Fluka) in benzene are slowly added 
dropwise to a suspension of 2.0 g of 2 t 2 , -dicarboxy-9,9 , -spirobifluorene (free 
carboxylic acid) in 20 ml of benzene. After boiling for 2 hours under reflux, 
during which time the carboxylic acid dissolves, the excess reducing agent is 
decomposed at 10°C using water, the mixture is acidified with concentrated 
hydrochloric acid and is extracted by shaking with chloroform. 

After washing with water and drying over magnesium sulfate, the organic 
phase is evaporated and the residue is recrystailized from benzene. This 
gives 1.57 g of 9,9-spirobifluorene-2,2'-dimethano! (m.p. from 254 to 255°C). 
91 .5 g of a 33 % strength aqueous solution of hydrogen bromide in glacial 
acetic acid are added dropwise to a solution of 13.5 g of 9,9'-spirobifluorene- 
2 t 2'-dimethanoi in 400 ml of benzene and the mixture is boiled under reflux for 
7 hours. The mixture is then admixed with 200 ml of water and the organic 
phase is washed with water, dried over magnesium sulfate and evaporated. 
Chromatography over silica gel using benzene gives 1 1.7 g 2,2 - 
bis(bromomethyl)-9,9'-spirobifIuorene as colorless platelets (m.p. from 175 to 
177°C). 



WO 99/40655 



PCT/EP99/00441 



21 

h) A solution of 380 mg of g^'-spirobifluorene^Z-dimethanol in 15 mi of 

toluene is admixed with 5 g of chromium(Vl) oxide on graphite (Seloxcette, 
Alpha Inorganics) and the mixture is refiuxed for 48 hours under nitrogen. It is 
then filtered with suction through a glass filter and the filtrate is evaporated. 
5 Chromatography over silica gel using chloroform and crystallization from 

methylene chloride/ether gives 152 mg of 9,9 ? -spirobifluorene-2,2'- 
dicarbaidehyde (m.p. >300°C) and 204 mg of 2'-hydroxymethyl-9,9 r - 
spirobifluorene-2-carbaldehyde (m.p. from 262 to 263°C). 

io i) 2,2'-Diamino-9 T 9'-spirobifluorene 

A mixture of 150 ml of concentrated aqueous HN0 3 and 1 50 ml of glacial 
acetic acid are added dropwise to a boiling solution of 1 5.1 g of 9,9'- 
spirobifluorene in 500 mi of glacial acetic acid over a period of 30 minutes and 
the solution is subsequently refiuxed for a further 75 minutes. After cooling 
15 and allowing the solution to stand for 1 hour, the same volume of water is 

added and the product is thereby precipitated. After filtration with suction, 
1 8.5 g of yellow crystals (m.p. from 220 to 224°C) of 2,2^^0-9,9'- 
spirobifluorene are obtained. Recrystallization from 250 ml of glacial acetic 
acid gives 12.7 g of pale yellow crystalline needles (m.p. from 245 to 249°C, 
20 anaiyrtically pure from 249 to 250°C). 

A mixture of 4.0 of dinitrospirobifluorene and 4.0 of iron powder are heated 
under reflux in 100 ml of ethanol, while 15 ml of concentrated HCI are added 
dropwise over a period of 30 minutes. After refluxing for a further 30 minutes, 
excess iron is filtered off. The green filtrate is added to a solution of 400 ml of 
25 water, 15 ml of concentrated NH 4 OH and 20 g of sodium potassium tartrate. 

The white diamine is filtered off from the dark green solution of the iron 
complex. To purify the diamine, it is dissolved in dilute HCI and stirred at room 
temperature with activated carbon (Darco) and filtered off. The filtered 
solution is neutralized dropwise with NH 4 OH while stirring (precision glass 
so stirrer) and the precipitated product is filtered off with suction. This gives 3.5 g 

of white 2,2 r -diamino-9,9'-spirobifluorene which can be recrystaliized from 
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ethanoi (m.p. 243X). 

j) Synthesis of 2,2 , t 7,7'-tetrabromo-9 t 9 , -spirobifluorene by brornination of solid 
9,9-spirobifluorene using bromine vapor. 

5 

3.16 g (10 mmoi) of finely powdered 9,9-spirobifluorene are placed in a flat 
porcelain evaporating dish (0 2 about15 cm). This dish is placed in a 
desiccator (0 about 30 cm), on the perforated intermediate plate. On the 
bottom of the desiccator there are 15.6 g (4.8 ml, 96 mmol) of bromine in a 

10 crystallizing dish. The desiccator is closed, but with the ventilation tap opened 

so that the HBr formed can escape. The desiccator is placed overnight in the 
fume hood. On the next day, the porcelain dish containing the product, which 
has been colored orange by bromine, is taken from the desiccator and left to 
stand in the fume hood for at least a further 4 hours so that excess bromine 

15 and HBr can escape. 

The product is dissolved in 150 ml of dichloromethane and washed until 
colorless with 50 m! each of sodium sulfite solution (saturated), sodium 
hydrogen carbonate solution (saturated) and water. The dichloromethane 
solution is dried over sodium sulfate and evaporated on a rotary evaporator. 

20 The residue is purified by recrystailization from dichioromethane/pentane 4:1 . 

Yield: 5.7 (92 %) of colorless crystals. 

1 H-NMR (CDCI 3 , ppm): 6.83 (d, J = 1.83 Hz, 4 H, H-1,1\ 8, By, 7.54 (dd; J = 
7.93, 1.83 Hz, 4 H, H-3,3\6,6'); 7.68 (d, J = 7.93 Hz, 4H, H-4,4\5,5'). 

25 k) Synthesis from 2,2\4,4 , ,7 t 7 , -hexabromo-9,9 , -spirobifluorene 

200 mg of anhydrous FeCl 3 are added to a solution of 3.16 g (10 mmol) of 
9,9-spirobifluorene in 20 ml of methylene chloride and the mixture is treated 
with ultrasound. The reaction flask is protected from light by means of 
30 aluminum foil. Subsequently, at the boiling point, 9.85 g (3.15 ml, 62 mmol) of 

bromine in 5 ml of methylene chloride are added dropwise over a period of 15 
minutes. The solution is boiled under reflux and treated with ultrasound for a 
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further 20 hours. After cooling, petroleum ether is added and the mixture is 
filtered with suction. The product is further purified by recrystallization from 
THF/methanol and drying for 5 hours at 80°C. Yield: 6.15 g (77 %) of 
colorless crystals. 

5 1 H-NMR (CDCI 3t ppm): 6.76 (d, J = 1.53 Hz, 2H, H 1,1'); 6.84 (d, J = 1.83 Hz, 

2H, H-8,8 1 ); 7.60 (dd, J = 8.54, 1.83 Hz T 2H, H-6,6'); 7.75 (d, J= 1.53 Hz, 2H, 
H-3,3'); 8.49 (d, J = 8.54 Hz, 2 H, H-5m5')- 

I) Synthesis of 2J-dibromo-9,9 l -spirobifluorene 

10 

The Grignard reagent prepared from 0.72 g (30 mmoi of magnesium turnings 
and 5.1 ml (30 mmoi) of 2-bromobiphenyl in 15 ml of diethyl ether is added 
dropwise over a period of 2 hours, while stirring (in an ultrasonic bath), to a 
boiling suspension of 10.0 g (29.6 mmoi) of 2,7 dibromo-9-fluorenone in 100 

15 mi of dry diethyl ether. After the addition is complete, the mixture is boiled for 

a further 3 hours. After cooling overnight, the precipitated solid is filtered off 
with suction and washed with cold ether. The magnesium complex filtered off 
is hydrolyzed in a solution of 15 g of ammonium chloride in 250 ml of ice 
wa ter. After 1 hour, the 9-(2-biphenyiy0-2 J-dibromo-9-fIuorenol formed is 

20 filtered off with suction, washed with water and sucked dry. For the ring- 

closure reaction, the dried fluorenol is boiled in 100 ml of glacial acetic acid 
for 6 hours, after addition of 3 drops of concentrated HCI. The mixture is 
allowed to crystallize overnight, the product formed is filtered off with suction 
and is washed with glacial acetic acid and water. 

25 Yield: 11 g (77 %) of 2,7-dibromo-9,9 , -spirobifluorene. It can be further 

purified by recrystallization from THF. 

1 H-NMR (CDCI 3 , ppm): 5.73 (sd T J = 7.63 Hz, 2 H, H-1\8'); 6.84 (d t J = 1.33 
Hz, 2 H, H-1,8); 7.15 (td, J = 7.63, 1.22 Hz, 2 H, h-2\7'); 7.41 (td, J = 7.63, 
30 1.22 Hz, 2H, H-3\6'); 7.48 (dd, J = 8.24, 1.83 Hz, 2H, H-3,6); 7.67 (d, J = 8.24 

Hz; 2 H; H-4,5); 7.85 (d, J= 7.63, 2H, H-4\5'). 
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m) Synthesis of 2,7-dicarbethoxy-9,9'-spirobifluorene 

The Grignard reagent prepared from 0.97 g (40 mmol) of magnesium turnings 
and 9.32 g (6.8 ml, 40 mmol) of 2-bromobiphenyl) in 50 ml of dry diethyl ether 
is added dropwise over a period of 2 hours to a boiling solution of 13 g (40 
mmol) of 2,7 dicarbethoxy-9-fluorenone in 100 ml of dry diethyl ether. After 
the addition is complete, the mixture is boiled for a further 3 hours. After 
cooling overnight, the precipitated solid is filtered off with suction and washed 
with cold ether. The magnesium complex filtered off with suction is hydrolyzed 
in a solution of 15 g of ammonium chloride in 250 ml of ice water. After 1 
hour, the 9-(2-biphenyl)-2,7-dicarbethoxy-9-fiuorenoi formed is filtered off with 
suction, washed with water and sucked dry. For the ring closure reaction, the 
dried fluorenol is boiled in 100 ml of glacial acetic acid fro 6 hours, after 
addition of 3 drops of concentrated HCI. The mixture is allowed to crystallize 
overnight, the product formed is filtered off with suction and washed with 
glacial acetic acid and water. 

Yield: 15.1 g (82 %) of 2,7-dicarbethoxy-9,9'-spirobifluorene. It can be further 
purified by recrystallization from ethanol. 

1 H-NMR (CDCI 3 , ppm): 1.30 (t, J = 7.12 Hz, 5 H, ester-CH 3 ); 4.27 (q, J= 7.12 
Hz, 4H, ester-CH 2 ); 6.68 (d, J = 7.63 Hz, 2H, H-r,8'); 7.11 (td, J = 7.48, 1.22 
Hz, 2H, H-2',7'); 7.40 (td, J = 7.48, 1.22 Hz, 4H, H-1 ,8,3\6"); 7.89 (dt, J = 7.63, 
0.92 Hz, 2H, H-4',5'); 7.94 (dd, J = 7.93, 0.6 Hz, 2H, H-4,5); 8.12 (dd, J = 
7.93, 1.53 Hz, 2H, H-3,6). 

n) Synthesis of 2,7-dibromo-2',7'-diiodo-9.9 , -spirobifluorene 

In a 250 ml of three-necked flask fitted with reflux condenser and dropping 
funnel, a suspension of 2.37 g of 2,7 dibromo-9,9'-spirobifluorene in 50 mi of 
glaciyl acetic acid is admixed at 80°C with 5 ml of water and, after addition of 
2 ml of concentrated suifurid acid, 1.27 g of iodine, 0.53 iodic acid and 5 mi of 
carbon tetrachloride, is stirred until the iodine color disappears. The solid is 
subsequently filtered off with suction and washed well with water. After drying, 
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the precipitate is dissolved in 150 mi of dichloromethane and washed 
successively with Na 2 SQ 3 solution, NaHC0 3 solution and water. The 
dichloromethane phase is dried over Na 2 S0 4 and subsequently evaporated. 
This gives colorless crystals of 2,7 dibromo-ZJ'-diiodo-S^'-spirobifluorene in 
5 quantitative yield. It can be further purified by recrystallization from 

dichloromethane/pentane. 

6.80 (d, J = 1.83 Hz, 2H), 6.99 (d, J = 1.53 Hz, 2H), 7.51 (dd, J = 8.24, 1.83 
Hz, 2H), 7.54 <d, J = 7.93 Hz, 2H), 7.65 (d, J = 8.24 Hz, 2H), 7.72 (dd, J = 
8.24, 1.53 Hz, 2H). 

10 

B Synthesis examples 
Example 1 

2,2 t -Bis(benzofuran-2-yl)-9,9 , -sptrobifluorene (using a method similar to that of W. 
15 Sahm, E. Schinzei, P. JOrges, Liebigs Ann. Chem. (1974) 523) 

2.7 g (22 mmol) of salicylaldehyde and 5.0 g (10 mmol) of 2,2'-bis(bromomethyl)- 
9,9-spirobifiuorene are dissolved at room temperature in 15 ml of DMF and 
admixed with 0.9 g (22.5 mmol) of pulverized NaOH and a spatula tip of Kl. The 

20 mtture is heated to boiling and stirred for 1 hour at the boiling point. After cooling, the 
reaction solution is admixed with a mixture of 0.5 ml of concentrated hydrochloric 
acid, 7 ml of water and 7 ml of methanol. The mixture is stirred for a further 1 hour at 
room temperature, the crystalline reaction products are filtered off with suction, 
washed with cold methanol, then with water and dried in vacuo at 60°C. This gives 

25 4.6 g (79 %) 2,2 -bis(2-formyIphenyioxymethyl)-9,9-spirobifluorene. 

5.85 g (10 mmol) 2,2 , -bis(2-formylphenyloxymethyl)-9,9 , -spirobifluorene are mixed in 
10 ml of toluene with 2.1 g (22.5 mmol) of freshly distilled aniline. A spatula tip of p- 
toluenesulfonic acid is added and the mixture is heated at the boiling point (from 
30 about 3 to 5 hours). On cooling the reaction mixture, the corresponding bis- 

benzylidene-phenylamine precipitate in crystalline form. It is filtered off with suction, 
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washed with methanol and dried in vacuo at 60°C. It can be further purified by 
recrystallization from DMF. 

7.35 g (10 mmo!) of the bis-benzylidenephenyiamine and 0.62 g (11 mmol) of KOH 
are introduced under nitrogen into 30 ml of DMF. The mixture is subsequently 
heated at 100°C for 4 hours while stirring. After cooling to room temperature, the 
precipitate is filtered off with suction and washed with a little DMF and water. After 
drying at 60 e C in a vacuum drying oven, the 2,2"-bis(benzofuran-2-yl)-9,9'- 
spirobifluorene can be purified by recrystallization from methyl benzoate. 

Example 2 

2,2',7,7 , -Tetra(benzofuran-2-yl)-9,9'-spirobifluorene can be prepared by a similar 
method to Example 1 using an appropriately altered stoichiometry. 

Example 3 

2,2\7,7'-Tetraphenyi-9,9'-spirobrfluorene 

5 g (7.9 mmol) of 2 > 2\7,7 , -tetrabromo-9,9'-spirobifluorene, 3.86 g (31.6 mmol) of 
phenyiboronic acid, 331.5 mg (1.264 mmol) of triphenylphosphine and 70.9 mg 
(0.316 mmol) of palladium acetate are slurried in a mixture of 65 ml of toluene and 
40 ml of aqueous sodium carbonate solution (2 M). With vigorous stirring, the 
mixture is boiled under reflux for 24 hours. After cooling to room temperature, the 
solid is filtered off with suction, washed with water and dried in vacuo at 50°C. 2.58 g 
are obtained. The filtrate is extracted with 50 ml o toluene and the dried organic 
phase is evaporated to dryness. This gives a further 1 .67 g. 
Total yield: 4.25 g (86 %) 

Example 4 

2,2 , ,7,7'-Tetrakis(biphenyl)-9,9 , -spirobifluorene 

5 g (7.9 mmol) of 2,2',7,7 , -tetrabromospirobifluorene, 6.57 g (33.2 mmol) of 
biphenylboronic acid, 331.5 mg (1.264 mmol) of triphenylphosphine and 70.9 mg 
(0.316 mmol) of palladium acetate are slurried in a mixture of 65 ml of toluene and 
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40 ml of queous sodium carbonate solution (2 M). With vigorous stirring, the mixture 
is boiled under reflux for 24 hours. After cooling to room temperature, the solid is 
filtered off with suction, washed with water and dried in vacuo at 50°C. 
Yield: 5.95 g (81 %) 

Example 5 

Synthesis of 2,2 l ,7,7'-tetrabiphenylyl-9 f 9 r -spirobifluorene 

in a 250 mi two-necked flask fitted with reflux condenser and precision glass tirrer, 
5.5 g of tetrabromospirobifluorene, 7.2 g of biphenylboronic acid and 400 mg of 
terakis(triphenylphosphine)palladium are slurried in a mixture of 100 mi of toluene 
and 50 ml of potassium carbonate solution. The mixture is boiled under reflux for 8 
hours under a blanket of inert gas while stirring with a precision glass stirrer. After 
cooling, the product is filtered off with suction, the precipitate is washed with water 
and dried. The toluene phase is separated off from the filtrate and the aqueous 
phase is extracted once with chloroform. The combined organic phases are dried 
over sodium sulfate and evaporated on a rotary evaporator, thus giving a second 
fraction of the product. The two product fractions are combined (8 g) and dissolved 
in chloroform. The chloroform solution is boiled with activated carbon and filtered 
through a short column of silica gel. After evaporation on a rotary evaporator and 
recrystallization from chloroform/Pentane, colorless crystals which fluoresce blue 
under UV illumination are obtained. Melting point; 408°C (DSC). 
1 H-NMR (CDCl 3l ppm): 7.14 (d r J = 1.53 Hz, 4H); 7.75 <dd, J = 7.93, 1.53 Hz, 4H); 
8.01 (d, J= 7.93 Hz, 4H); 8,01 (d, J = 7.93 Hz, 4H); 7.34 (dd, J = 7.32, 1.37 Hz, 4H); 
7.42 (t, J = 7.32 Hz, 8H); 7,58 (24 H). 

Example 6 

Synthesis of 2,2 l J 4,4\7,7 , -hexabiphenylyl-9,9-spirobifluorene 

In a 250 ml two-necked flask fitted with reflux condenser and precision glass stirrer, 
1 ,6 g of hexabromospirobifluorene and 3 g of biphenylboronic acid are slurried in a 
mixture of 50 ml of toluene and 50 ml of 1 M potassium carbonate solution. The 
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mixture is refluxed under nitrogen and 1 15 mg of 

tetrakis(triphenyiphosphine)paliadium in 5 ml of toluene are added. The mixture is 
boiied under reflux for 7 hours while stirring. After the reaction is complete, the 
cooled solution is filtered and the filtrate is extracted twice by shaking with water (to 
improve the phase separation, chloroform is added). The organic phase is dried over 
sodium sulfate, filtered through a short column of silica gel and subsequently 
evaporated on a rotary evaporator. The product is further purified by recrystallization 
from dichloromethane/pentane. This gives 2 g (80 %) of colorless crystals which 
fluoresce blue under UV illumination. 

13 C-NMR [360 Mhz; ATP, broad-band decoupled] (CDCl 3 , ppm): 
65.94 (1C, spiro-C); 126.95 (6C, CH), 126.97 (6C, CH), 127.17 (6C, CH), 127.35 
(6C, CH), 127.36 (6C, CH), 127.39 (6C, CH), 127.52 (6C, CH), 128.73 (6C, CH), 
128.75 (6C, CH), 128.94 (6C, CH), 129.90 (4C, CH), 137,77 (2C), 137.86 (2C), 
139.43 (2C), 139.69 (2C), 139.89 (2C), 140.09 (2C) F 140.17 (2C), 140.22 (2C), 
140.30 (2C), 140.63 (2C), 140.64 (2C), 140.68 (2C), 140.72 (2C), 140.74 (2C), 
150.45 (2C), 150.92 (2C). 

Example 7 

Synthesis of 2,2'-bis[5-(p-t-butylphenyl)-1 A4-oxadiazol-2«yl]-9,9'-spirobifluorene 
from 9,9 , -spirobifluorene-2 T 2 , -dicarboxylic acid chloride and 5-(4-t- 
buiylphenyl)tetrazo!e 

a) Synthesis of 5-(4-t-butyiphenyi)tetrazole 

In a 250 ml round-bottomed flask fitted with reflux condenser, 4.9 g of p-t- 
butylbenzonitrile, 3.82 g of lithium chloride and 5.85 g of sodium azide and 8.2 g of 
triethylammonium bromide in 100 ml of DMF are heated at 120°C for 8 hours. After 
cooling to room temperature, 100 ml of water are added and the mixture is admicxed 
in an ice bath with dilute hydrochloric acid until no further solid precipitates. The 
precipitate is filtered off with suction, washed with water and dried. Recrystallization 
from ethanol/water gives 4.4 g of colorless crystals. 
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b) g^'-Spirobifluorene^^'-dicarboxylic acid chloride 

In a 100 ml flask fitted with reflux condenser and drying tube, 2 g (5 mmol) of 9,9'- 
spirobifluorene-2,2'-dicarboxylic acid together with 20 ml of freshly distilled thionyl 
chloride and 3 drops of DMF are boilde under reflux for 4 hours. After cooling, the 
reflux condenser is replaced by a distillation bridge and excess thionyl chloride is 
distilled off in vacuo, 40 ml of petroleum ether {30 - 60°C) are added to the residue 
and are distilled off, leaving the crystalline acid chloride. 

c) 2 t 2 , -Bis[5-{p-t-butytphenyl)-1 I 3 l 4-oxadiazol-2-yl]-9 f 9 l -spirobifluorene 
2.0 g (1 1 mmol) of 5-(4-t-butyfphenyl)tetrazoie dissolved in 20 ml of anhydrous 
pyridine are added to the acid chloride and the mixture is refluxed under inert gas for 
2 hours. After cooling, the mixture is added into 200 ml of water and allowed to 
stand for 2 hours. The precipitated oxadiazole derivative is fikltered off with suction, 
washed with water and dried in vacuo. It is subsequently chromatographed over 
silica gel using chloroform/ethyl acetate (99:1) and recrystallized from 
chloroform/pentane. This gives 2.4 g of coiorfess crystals. 

1 H-NMR (CDCt 3 , ppm): 

1.31 (s, 18 H, t-butyl), 6.77 <d, J = 7.32 Hz„ 2 H), 7.18 (td, J = 7.48, 1.22 Hz, 2 H), 
7.44 (td t J = 7.40, 1.22 Hz, 2 H); 7.46 (d, J = 8.54 Hz, 4 H), 7.50 (d, J = 1 .22 Hz, 
2 H), 7.94 (d, J = 8.54 Hz, 4 H), 8.02 (d, J = 7.93 Hz, 6 H), 8.20 (dd, J = 7.93 Hz, 
1.53 Hz, 2 H). 

Films of the claimed compounds can be prepared by spin coating of vapor 
deposition on transparent substrates. In the following examples films have been 
prepared by spin coating from a chloroform solution with a concentration of 10 mg/ml 
on a non patterned glass substrate. Smooth transparent films were obtained for 
example with 2 t 2\7,7'-tetraphenyl-9,9'-spirobifluoren (spiro-4PP), 2,2',7,7'- 
tetrakis(biphenyiyl)-9,9'-spirobifiuoren (spiro-6PP), and 2,2',7,7'- 
tetrakts(terphenylyl)-9,9'-spirobifluoren (spiro-8PP). 
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These films are irradiated with UV light supplied from a pulsed nitrogen laser light 
source, at a wavelength of 337 nm (pulse wide 1-2 ns, repetition rate 20 Hz). The 
spectrum of the emitted light was recorded with an integration time of about 0.3 s. 
At low energy density of the exciting UV light, the usual blue photoluminescence 
spectra of each compound can be observed. By increasing the energy density of the 
exciting UV light, spectral narrowing in the emitted blue light of the three films can be 
observed. 

The full width at halve height (FWHM) of the emitted blue light collapses down to 2 
to 3 nm in the experiments. 
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Claims: 



1 . Use of spiro compounds of ihe formula (I) 




; 2 (0 



where 

K 1 and K? are, independently of one another, conjugated systems, as a solid 
laser dye. 



Use as claimed in claim 1, wherein the spiro compound used is a 
spiroblf!uorene of the formula (11) 

5 4 

. do 

where the benzo groups can be substituted and/or fused independently of 
one another. 




3, Use as claimed in claim 1 and/or 2, wherein use is made of a spirobifluorene 
derivative of the formula (111) 




(HI) 



R R 
where the symbols and Indices have the following meaning; 



TENDED SHEET 
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K a , L, M, N a are identical or different and are 
R 




R can be identical or diferent on each appearance and have the same 
meanings as K a , U M, N a or is H, a linear or branched aikyl, alkoxy or ester 
group having from 1 to 22 carbon atoms, -CN, -N0 2) -NR 2 R 3 , -Ar or -O-Ar; 

Ar is phenyl, biphenyl, 1-naphthyl, 2-naphthyi, 2-thienyl, 2-furyl, with each 
of these groups being able to bear one or two radicals R, 
m, n, p are 0, 1 , 2 or 3; 

X, Y are identicyl or different and are CR or nitrogen; 

Z is -0-, -S-, -NR\ -CR 1 R 4 -, -CH=CH~, -CH=N-; 

R 1 , R 4 can be identical or different and have the same meanings as R; 

R 2 , R 3 are identical or different and are H, a linear or branched alkyl group 

having from 1 to 22 carbon atoms, -Ar, 3-methyiphenyl. 

4. Use as claimed in one or more of claims 1 to 3, wherein use is made of a 
spirobifluorene derivative of the formulae (Ilia) to (llig) 
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Ilia) K* = L = M = N* and is selected from the group consisting of: 




R = C.-C^-alkyl, C 2 H 4 SO r 



5 lllb) K* = M = H and N* = L and is selected from the group consisting of: 




I 




20 
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Hid) K* = M and is selected from the group consisting of: 




and N* = L and is selected from the group consisting oft 




R-Alkyt t C 2 H 4 S0 3 * 



file) K a = L = H and M - N* and is selected from the group consisting of: 
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